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(54) Elastomer composition 

(57) An elastomer composition which comprises: 
(a) 1 00 parts by weight of a hydrogenated block copoly- 
mer prepared by hydrogenating a block copolymer that 
comprises: a polymer block A mainly comprising at least 
one vinyl aromatic compound: and a polymer block B 
mainly comprising at least one conjugate diene, and 
has a number average molecular weight of from 30,000 
to 400,000 and a content of the polymer block A of from 
10 to 50% by weight based on the weight of said block 
copolymer; (b) 5 to 900 parts by weight of a polypropyl- 
ene mixture comprising: (b-1) 10 to 60% by weight of a 
polypropylene polymer having a propylene content of 
85% by weight or more; and (b-2) 40 to 90% by weight 
of an ethylene-propylene copolymer rubber having a 
propylene content of 75% by weight or more, wherein 
the ethylene-propylene copolymer rubber in said mix- 
ture has an average dispersed particle size of not more 
than 2 urn and said mixture has a bending modulus of 
from 20 to 700 Mpa, a Shore D hardness of from 20 to 
60 and a melt flow rate of from 10 to 60 g/10 minutes; 
and (c) 0 to 200 parts by weight of a hydrocarbon oil. 
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roooil This invention relates to a thermoplastic ^ omer 
Kigs having excelientanti-tiawpr^ 

istics weather resistance, strength and moldab.hty. Part cut an yin , h a ranner tha t, when a coll.s.on 

S has exceiient properties as an air ^ a ^^nTaS2SHe like high-speed movabte body is , 
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UJ«1, in MomoH. >»* ^ SS^Teaao™* casing ahylwwten. wol- 

^^^^^^ 

weaker resistance and heat resistance but is irrfenor !° °^ r .™J a disadvanta ges in that it has poor flexibrirty and 
Sneetastomerispo^ 
weather resistance and is expensrve. Also. te ms " flexjbili L at low temperature and recycling ab.h* 
ance and scratch resistance but has disadvanteges JJ^^J, in which hydrogenated derivatives ofavmyl 
[0004] in addition, some elastomer ^^'^^^^ereinafter referred to as a "hydrogenated block 
aromatic compound-conjugate die ne ^XoO^TJ^^SSI and JP-A-58-206644 (the term -JP£ as 
copolymer") is used. For example each of JP -AS0147 42 J djsc , ose8 a ^po^on .n wh.ch a gro- 

used herein means an "unexamined ^JJ^SSSSi^ an olefin resin. However, these composite are 

[0005] On the other hand, the air bag system .s P r,nc, P a " v .^ m a P ^ e , gtter air bag apparatus is composed of an a.r 
Son of a high-speed movable body and an "2JJ^SiJtKi5 c^hScontains the air bag and gas 
bag a gas generator which generates a gas to ^ate the air bag. a r ou ^ ^ air bag apparatus .s 

generator and an adapter (retainer) which attaches *. ££££ Jll cotlision sensing device is a<*- 
attached to the frorrt side of an occupy 

vated by a collision, the gas is generated -nstanteneously 9 and retainer , and the hous.ng cover 

and contained in a space formed by ^£^SXS!^'S^ released and inflated from the opening 
is then unfolded by the pressure of gas Wed £ the air bag wn^ occupant is confined to the seat andpre- 

created by the unfolding toward the front ade d I *e. ~ ^ |n cor £equence, when the gas generator s 
vented from injuries by collision with the cp«»a£ ^^S£S«-- «— please the bag instantaneously 
o activated by a collision or the like acadent. the ^"l^™™™!^^ injuri ng the occupant. 

S»ugh «s accurate unfolding without ^^S^^lSXi JLSng cover formed from a urethane 
[0006] As such a housing cover of «r bag in JP-A-50-1 27336 or JP-A-55-1 10643. 

esin containing a reinforcing net mainly made of ^S^S^SSa^a cover is free from the problem of gen- 

desiraS in terms that it has a certain degree of ^^^^S^S*mn expensive double layer molding 

it requires two layer molding for the core layer and ^SSSmmd^m poor surface anti-flaw ability (scratch 

I3*m having two sets of ^J^^^^SZ surfaced the doubie layer mo.ding. thus 
ss resistance) of the surface layer soft material, it is necessary 

resulting in high cost aOD aratus-housing cover formed from a thermoplastic elastomer w^ 110 " 



2 



EP 0 902 051 A1 



K6301 of from 60 to 85. The housing cover of this proposal is desirable in terms that it gives the occupant properly soft 
feel and adaptability is realized within a broad range of temperature, but it has a problem in that it is necessary to coat 
the surface after injection molding because of the poor anti-flaw ability (scratch resistance) of the surface, thus resulting 
in high cost. 

5 

SUMMARY OF THE INVENTION 

[0010] The present invention has been made taking into account the aforementioned problems involved in the con- 
ventional techniques. 

10 [001 1 ] An object of the present invention is to provide a thermoplastic elastomer composition having improved scratch 
resistance while keeping flexibility, weather resistance, heat resistance, low temperature characteristics, strength, mold- 
ability and the like excellent characteristics of a hydrogenated block copolymer 

[0012] Another object of the present invention is to provide an air bag apparatus-housing cover comprising the elas- 
tomer composition, which does not require surface coating and therefore is low in production cost. 
is [0013] Other objects and effects of the present invention will become apparent from the following description. 

[001 4] The above described objects of the present invention have been achieved by providing the following elastomer 
compositions. 

1) An elastomer composition which comprises: 

20 

(a) 1 00 parts by weight of a hydrogenated block copolymer prepared by hydrogenating a block copolymer that 
comprises: 

a polymer block A mainly comprising at least one vinyl aromatic compound; and 
25 a polymer block B mainly comprising at least one conjugate diene, 

and has a number average molecular weight of from 30.000 to 400.000 and a content of the polymer block A 
of from 10 to 50% by weight based on the weight of said block copolymer; 

(b) 5 to 900 parts by weight of a polypropylene mixture comprising: 

30 

(b-1) 10 to 60% by weight of a polypropylene polymer having a propylene content of 85% by weight or 
more; and 

(b-2) 40 to 90% by weight of an ethylene-propylene copolymer rubber having a propylene content of 75% 
by weight or more, 

35 

wherein the ethylene-propylene copolymer rubber in said mixture has an average dispersed particle size of not 
more than 2 \um and said mixture has a bending modulus of from 20 to 700 MPa, a Shore D hardness of from 
20 to 60 and a melt flow rate of from 1 0 to 60 g/1 0 minutes; and 

(c) 0 to 200 parts by weight of a hydrocarbon oil. 

40 

2) An elastomer composition which comprises: 

(a) 1 00 parts by weight of a mixture of the following hydrogenated block copolymers (a-1 ) and (a-2): 

45 (a-1) 10 to 70 parts by weight of a hydrogenated block copolymer prepared by hydrogenating a block 

copolymer that comprises: 

a polymer block A* mainly comprising at least two vinyl aromatic compounds; and 
a polymer block B mainly comprising at least one conjugate diene, 
so and has a number average molecular weight of from 1 50,000 to 400,000 and a content of the polymer 

block A* of from 15 to 50% by weight based on the weight of the copolymer; and 

(a-2) 30 to 90 parts by weight of a hydrogenated block copolymer prepared by hydrogenating a block 
copolymer that comprises: 

55 

a polymer block A mainly comprising at least one vinyl aromatic compound; and 
a polymer block B mainly comprising at least one conjugate diene, 

and has a number average molecular weight of from 30.000 to 140,000 and a content of the polymer 
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block A of from 10 to 50% by weight based on the weight of the copolymer; 
(b) 5 to 900 parts by weight of a polypropylene mixture comprising: 

(b-1) 10 to 60% by weight of a polypropylene polymer having a propylene content of 85% by weight or 
JS £S 90% by weight of an ethy.ene-propy.ene copolymer rubber having a propylene content ot 75% 
by weight or more, 

SS oTtrom 20 to eband a melt tlow rate of from 10 to 60 g/10 m.nutes; 

i^o^ 

3) The easterner composKion according to the above 1) or 2). wherein the polypropylene composHion (b) has a 
EiE^SSiS -orZTthe above 1) or 2, wherein the propylene composHion (b) t a mi, 
wSSSl ■ . ^ polymerization having at least two steps which compnses: 

, QOO hnmnonivmer a oropylene-a-olef in copolymer having a propylene content 

ing a small amount of diene. 

5) me elastomer common acceding to the above 1) ^^XT^^^ ^ ^ 

elastomer composition according to the above 1) or 2). wherein the amount of the hydrocarbon oi. is 10 to 
1 00 parts by weight. wherein the Dolvolef in resin comprises at least one of a 

of the above 1) or 2). 

RRIPF DESCR IPTION OF THF DRAWINGS 
[0016] 

Fig 1 isaperspect^edagmmshow^ 

Fig. 2 s a sect onaj view o^ uie a cover shown in Fig. 2. 

nPTAII FD DES^'PTinN OF THF INVENTION 

[0017] The present invention is described in detail below hvrirnnenated block copolymer, for use in 

0018 The vinyl aromatic compound which cons^es the c^errt p- 
the present invention may be one or twe ^/^^^^iT^^r btookA mainly comprising the 

by weight, based on the weight of the hyd^er«t^ Wo^c^olymer example, from buta- 
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tion thereof is preferred. With regard to the polymer block B mainly comprising the conjugate diene compound prior to 
hydrogenation, microstructure of the block can be optionally selected. For example, a polybutadiene block may have a 
1 ,2-vinyl bond structure in an amount of from 20 to 50% by weight, preferably from 25 to 45% by weight, and a polyiso- 
prene block may have a 1 ,4-vinyl bond in an amount of 80% by weight or more, preferably 90% by weight or more. 
5 [0020] The hydrogenated block copolymer for use in the present invention has a number average molecular weight 
of from 30,000 to 400,000, preferably from 50,000 to 350,000. more preferably from 60.000 to 300,000. If the number 
average molecular weights of the hydrogenated block copolymer is less than 30.000, the strength and heat resistance 
of the resulting elastomer composition are undesirably deteriorated. On the other hand, if the number average molecu- 
lar weight of the hydrogenated block copolymer is more than 400,000, the moldability (fluidity) of the elastomer compo- 
te sition is undesirably reduced, and the appearance of the molded product (generation of flow marks) is deteriorated. 
[0021 J In order to use the elastomer composition as an air bag-housing cover having particularly excellent moldability. 
strength, high temperature characteristics and low temperature characteristics, two types of the hydrogenated block 
copolymer, (a-1) and (a-2), are used. The hydrogenated block copolymer (a-1) has a number average molecular weight 
of from 1 50,000 to 400.000, preferably from 1 80,000 to 350,000, more preferably from 200,000 to 300,000. The polymer 
is block A' occupies from 1 5 to 50% by weight, preferably from 20 to 35% by weight, of the copolymer. If the number aver- 
age molecular weight of the hydrogenated block copolymer is less than 150,000, the strength and heat resistance of 
the resulting elastomer composition are undesirably reduced. On the other hand, if the number average molecular 
weight of the hydrogenated block copolymer is more than 400,000, the moldability (fluidity) of the elastomer composi- 
tion is undesirably reduced, and the appearance of the molded product (generation of f tow marks) is deteriorated. Also. 
20 if the content of the polymer block A* in the copolymer is less than 15% by weight, the strength and heat resistance of 
the resulting elastomer composition are undesirably reduced. On the other hand, if the content of the polymer block A' 
in the copolymer is more than 50% by weight, the scratch resistance and flexibility of the elastomer composition as well 
as the moldability and low temperature characteristics are undesirably reduced. 

[0022] The hydrogenated block copolymer (a-2) has a number average molecular weight of from 30,000 to 140.000, 
25 preferably from 50,000 to 120,000, more preferably from 60,000 to 90,000, and the polymer block A occupies from 10 
to 50% by weight, preferably from 13 to 30% by weight, more preferably from 15 to 25% by weight, of the copolymer. If 
the number average molecular weight of the hydrogenated block copolymer is less than 30,000, the strength and heat 
resistance of the resulting elastomer composition are undesirably reduced. On the other hand, if the number average 
molecular weight of the hydrogenated block copolymer is more than 140,000, the moldability (fluidity) of the elastomer 
30 composition is undesirably reduced and the appearance of the molded product (generation of flow marks) is deterio- 
rated. Also, the content of the polymer block A in the copolymer is less than 1 0% by weight, the strength and heat resist- 
ance of the resulting elastomer composition are undesirably reduced. On the other hand, if the content of the polymer 
block A in the copolymer is more than 50% by weight, the scratch resistance and flexibility of the elastomer composition 
are undesirably reduced. 

35 [0023] The hydrogenated block copolymer generally has a molecular weight distribution (ratio of weight average 
molecular weight (Mw) to number average molecular weight (Mn), (Mw/Mn)) of 5 or less, preferably 2 or less, more pref- 
erably 1.5 or less. If the molecular weight distribution is larger than 5. it may undesirably result in insufficient strength 
and heat resistance of the elastomer composition. 

[0024] The molecular weight and molecular weight distribution as used herein can be measured for example by a 
40 GPC (gel permeation chromatography) method. In the GPC analysis, the molecular weight can be calculated using a 
calibration curve prepared from standard polystyrene. 

[0025] The hydrogenated block copolymer for use in the present invention is a block copolymer prepared by hydro- 
genating a block copolymer which comprises a polymer block A mainly comprising at least one vinyl aromatic com- 
pound and a polymer block B mainly comprising at least one conjugate diene. Examples of its structure include A-B, A- 
45 B-A, B-A-B-A. A-B-A-B-A, B-A-B-A-B. (A-B) 4 -Si f (B-A-B) 4 -Si. (A-B) 3 -Si-R, (A-B) 2 -Si(R)R' and the like (wherein R and R' 
may be the same or different from each other and each represents a C r C 8 alkyl group, an alkoxyl group or a halogen 
residue). 

[0026] In order to obtain excellent moldability, strength, high temperature characteristics and low temperature char- 
acteristics, two components (a-1) and (a-2) are used, and the hydrogenated block copolymer to be used as the (a-1) 

so component is a block copolymer prepared by hydrogenating a block copolymer which comprises a polymer block A' 
mainly comprising at least two vinyl aromatic compounds and a polymer block B mainly comprising at least one conju- 
gate diene. Examples of its structure include A'-B-A', B-A-B-A', A'-B-A'-B-A\ B-A'-B-A'-B and the like. 
[0027] Also, the hydrogenated block copolymer to be used as the (a-2) component is a block copolymer prepared by 
hydrogenating a block copolymer which comprises a polymer block A mainly comprising at least one vinyl aromatic 

55 compound and a polymer block B mainly comprising at least one conjugate diene. Examples of its structure include A- 
B, A-B-A, B-A-B-A, A-B-A-B-A, B-A-B-A-B and the like. 

[0028] With regard to the polymer block A mainly comprising a vinyl aromatic compound, and the polymer block B 
mainly comprising a conjugate diene, of the hydrogenated block copolymer to be used as the component (a) for use in 
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the present invention, the distribution of the vinyl aromatic compound or of conjugate diene compound in respective pol- 
ymer block may be random or tapered (monomer component increases or decreases along the molecular chain) or in 
a partially blocked form, or an arbitrary combination thereof. Further, two or more units of the polymer block A and pol- 
ymer block B are present, these units of each polymer block may have the same or different structures. 
[0029] With regard to the blending ratio of the hydrogenated block copolymer (a-1 ) and the hydrogenated block copol- 
ymer (a-2), the block copolymer (a-1) is used in an amount of from 10 to 70 parts by weight and the block copolymer 
(a-2) is used from 30 to 90 parts by weight, preferably, the block copolymer (a-1 ) is used in an amount of from 1 5 to 60 
parts by weight and the block copolymer (a-2) is used from 40 to 85 parts by weight, more preferably, the block copol- 
ymer (a-1) is used in an amount of from 20 to 50 parts by weight and the block copolymer (a-2) is used from 50 to 80 
parts by weight, based on 100 parts by weight of the total hydrogenated block copolymer. If the amount of the block 
copolymer (a-1 ) is less than 1 0 parts by weight, the strength and heat resistance of the resulting elastomer composition 
are undesirably reduced. On the other hand, if the amount of the block copolymer (a-1 ) is more than 70 parts by weight, 
the moldability (fluidity) of the elastomer composition is undesirably reduced and the appearance of the molded product 
(generation of flow marks) is deteriorated. 

[0030] The method for the production of these block copolymers is not particularly limited as long as the product has 
the aforementioned structure, and a vinyl aromatic compound-conjugate diene compound block copolymer before the 
hydrogenation can, for example, be synthesized in an inert solvent in the presence of a lithium catalyst in accordance 
with the method described in JP-B-40-23798 (the term "JP-B" as used herein means an "examined Japanese patent 
publication"). 

[0031] Examples of the hydrogenation method include those described in JP-B-42-8704, JP-B-43-6636, JP-A-60- 
220147, JP-A-61-33132 and JP-A-62-207303. The reaction conditions are selected such that at least 80%, preferably 
90% or more, of the aliphatic double bond of the conjugate diene compound is hydrogenated, while 20% or less, pref- 
erably 10% or less, of the vinyl aromatic compound is hydrogenated. The hydrogenation ratio of the hydrogenated block 
copolymer can be readily known by an infrared spectral analysis or a nuclear magnetic resonance analysis. 
[0032] Unlike the case of a conventional mixture of polypropylene with EP rubber and the like prepared by an extruder 
or a brabender, the polypropylene mixture as the component (b) for use in the present invention is a plastoelastic poly- 
olef in elastomer and the mixture is formed simultaneously with the polymerization in a reaction vessel. Since the formed 
rubber phase is finely and uniformly distributed in the polypropylene matrix, this mixture has excellent scratch resist- 
ance in comparison with the conventional mixture prepared by blending. In consequence, when added to the thermo- 
plastic elastomer composition of the present invention, this mixture takes a role of improving its moldability and 
appearance of the molded product (flow marks) without spoiling its scratch resistance and flexibility. 
[0033] The polypropylene mixture as the component (b) for use in the present invention is a propylene copolymer mix- 
ture obtained by at least two steps of successive polymerization. A component (b-1) is formed in the first step by con- 
ducting a polymerization of a propylene homopolymer, a propylene-a-olefin copolymer having a propylene content of 
not less than 85% by weight, or an ethylene-propylene copolymer having a propylene content of not less than 85% by 
weight, and then a component (b-2) is formed in a subsequent step by conducting a polymerization of an ethylene-pro- 
pylene having a propylene content of not less than 75% by weight, or an ethylene-propylene-a-olefin copolymer which 
has a propylene content of not less than 75% by weight and which may contain a small amount of diene. 
[0034] The first step polymerization of propylene can be carried out in the presence of ethylene or a-olef in, such as 
butene-1, pentene-1, 4-methyl-pentene-1, hexene-1, octene-1 or a combination thereof, in such an amount that the 
obtained polypropylene has an isotactic index of 80% or more, preferably 85% or more, more preferably 90% or more. 
[0035] The monomers to be used for the polymerization of an ethylene-propylene copolymer or an ethylene-propyl- 
ene-a-olefin copolymer in the second or a subsequent step are propylene and ethylene and/or a-olef in (for example, 
butene-1, pentene-1, 4-methyl-pentene-1 , hexene-1, octene-1 or a combination thereof). The polymerization of the 
copolymer in the second or subsequent step can be carried out in the presence of a conjugate or non-conjugate diene, 
such as butadiene, 1,4-hexadiene, 1,5-hexadiene or ethylidene-norbornane-1 . When a diene is present, its amount is 
typically from 0.5 to 10% by weight based on the weight of total monomers used in the second or subsequent step. 
[0036] The content of (b-1) in the polypropylene composition of component (b) is within the range of from 10 to 60% 
by weight, preferably from 1 5 to 50% by weight, and the content of (b-2) is within the range of from 40 to 90% by weight, 
preferably from 50 to 85% by weight. 

[0037] The total amount of ethylene copolymerized in the polypropylene mixture of component (b) is generally within 
the range of from 15 to 60% by weight, preferably from 17 to 45% by weight, more preferably from 20 to 35% by weight. 
The total amount of a-olef in copolymerized in the polypropylene mixture of component (b) is generally within the range 
of from 0 to 30% by weight, preferably from 3 to 20% by weight, more preferably from 5 to 1 0% by weight. 
[0038] When measured by a differential scanning calorimetry (DSC), the mixture (b) shows at least one melting peak 
at a temperature higher than 120°C, preferably at a temperature higher than 140°C. In addition, the mixture (b) has a 
bending modulus of from 20 to 700 Mpa, preferably from 50 to 300 Mpa, more preferably from 70 to 200 Mpa. Further, 
the mixture (b) has a Shore D hardness of from 20 to 60, preferably from 30 to 50. 
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[0039] In addition, the mixture (b) has a melt flow rate (a value measured at 230°C under a load of 2.16 kg in accord- 
ance with the procedure of ASTM D1238; hereinafter referred to as "MFR") of from 10 to 60 g/10 minutes, preferably 
from 12 to 60 g/10 minutes, more preferably from 12 to 50 g/10 minutes, and particularly preferably from 15 to 40 g/10 
minutes. MFR values less than 10 g/10 minutes are not preferred because the melt viscosity of the elastomer compo- 

5 sition becomes high, the moldability (fluidity) of the elastomer composition is reduced, and the appearance of the 
molded product (generation of flow marks) is deteriorated. In addition, MFR values less than 10 g/10 minutes cause 
reduction of scratch resistance of the elastomer composition, and therefore are not preferred. On the other hand, MFR 
values more than 60 g/1 0 minutes are also not preferred, because reduced strength and heat resistance of the resulting 
elastomer composition are caused. 

w [0040] The ethylene-propylene copolymer rubber to be dispersed in the mixture (b) has an average dispersed particle 
size of 2 ^m or less, preferably 1 .5 jim or less. If the average dispersed particle size of the rubber is larger than 2 pm t 
the scratch resistance of the resulting elastomer composition is extremely reduced. 

[0041] The catalyst to be used in the polymerization of the polypropylene mixture of component (b) is a Ziegler-Natta 
type catalyst. Preferred catalyst is a reaction product of a solid catalyst component containing a titanium compound 

15 supported on magnesium chloride and an electron donor compound (internal donor) with a trialkyl aluminum compound 
and an electron donor compound (external donor). Methods for the preparation of such a catalyst and polymerization 
of the component (b) are described for example in J P-A-3 -205439, JP-A-6-25367 and JP-A-6-25489. 
[0042] The blending amount of the polypropylene mixture of component (b) in the thermoplastic elastomer composi- 
tion of the present invention is within the range of from 5 to 900 parts by weight, preferably from 10 to 500 parts by 

20 weight, more preferably from 15 to 200 parts by weight, based on 100 parts by weight of the hydrogenated block copol- 
ymer (a). Blending amounts of the polypropylene mixture of component (b) larger than 900 parts by weight result in the 
reduction of rubber elasticity and hence are not preferred. In addition, when used in a housing cover of air bag appara- 
tus, blending amounts of the polypropylene mixture of component (b) larger than 200 parts by weight deteriorate unfold- 
ing ability of the air bag at a low temperature and hence are not preferred. Blending amounts of the polypropylene 

25 mixture of component (b) less than 5 parts by weight undesirably cause deteriorated appearance (generation of flow 
marks) of formed product of the thermoplastic elastomer composition. When used in a housing cover of air bag appa- 
ratus, more preferred blending amount of the component (b) is within the range of from 15 to 1 00 parts by weight. 
[0043] In this connection, the polypropylene mixture of component (b) to be used in the present invention can be 
obtained commercially under trade names of Adflex, Hifax (Catalloy TPO Series, manufactured by Montell) and the like. 

30 [0044] The component (c) for use in the present invention is a hydrocarbon oil which has an effect to improve flexibility 
and workability of the obtained composition, and a non-aromatic mineral oil or a liquid or low molecular weight synthetic 
softening agent is suitable. As the non-aromatic mineral oil, generally known paraffin oils and naphthene oils can be 
used, and a paraffin oil containing 10% by weight or less of aromatic ring components is particularly desirable. 
[0045] The blending amount of the hydrocarbon oil is within the range of from 0 to 200 parts by weight, preferably from 

35 0 to 100 parts by weight, more preferably from 5 to 100 parts by weight, further preferably from 10 to 100 parts by 
weight, particularly preferably from 10 to 60 parts by weight, based on 100 parts by weight of the hydrogenated block 
copolymer. Blending amounts of the hydrocarbon oil more than 200 parts by weight undesirably result in the reduction 
of scratch resistance and heat resistance of the elastomer composition. 

[0046] The component (d) for use in the present invention is a polyolef in resin such as a polyethylene resin or a poly- 
40 propylene resin. Examples of the polyethylene resin include a low density polyethylene, a linear low density polyethyl- 
ene, a high density polyethylene and a copolymer of ethylene with an a-olef in having 3 to 8 carbon atoms. In the case 
of the copolymer of ethylene with an a-olef in having 3 to 8 carbon atoms, examples of the a -olefin include propylene, 
butene-1, isobutene. pentene-1, hexene-1, 4-methylpentene-l, octene-1 and the like. Such a copolymer may contain 
30% by weight or less of the a-olefin. 
45 [0047] Examples of the polypropylene resin include a propylene homopolymer and a copolymer of propylene with an 
a-olefin having 2 to 8 carbon atoms (hereinafter referred to as a "propylene resin"). In the case of the copolymer of pro- 
pylene with an a-olefin having 2 to 8 carbon atoms, examples of the a-olefin include ethylene, butene-1 . isobutene, pen- 
tene-1 , hexene-1 , 4-methylpentene-1 , octene-1 and the like. Such a copolymer may contain 30% by weight or less of 
the a-olefin. These propylene resins can be synthesized by a generally known method, such as a propylene homopol- 
so ymer and a random or block copolymer of propylene with an a-olefin synthesized by the use of a Zieglar-Natta type cat- 
alyst. In order to obtain an elastomer composition having excellent heat resistance and moldability, it is desirable to use 
a polypropylene resin as the polyolefin resin. 

[0048] These polyolefin resins may have an MFR value of from 5 to 100 g/10 minutes, preferably from 10 to 60 g/10 
minutes. MFR values (ess than 5 g/10 minutes are not preferred because they cause high melt viscosity of the elas- 
55 tomer composition, reduced moldability (fluidity) of the elastomer composition and deteriorated appearance (generation 
of flow marks) of the formed product. MFR values more than 100 g/10 minutes are also not preferred, because the 
strength and heat resistance of the elastomer composition are reduced. 

[0049] The component (d) polyolefin resin for use in the present invention has effects to control hardness and improve 
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° f l h K therm °P' astic e,astomer composition, and its Wending amount is within the range of preferably from 
20 to 1 50 parts by we.ght. more preferably from 50 to 1 10 parts by weight, based on 100 parts by weiant oMhShST 
genated block copolymer. Bfending amounts of the polyolefin resin smaller than a ^parts^y wefgW are £ £££ 
because they cause reduced heat resistance and moldability (fluidity) of the elastomer comfSon ar^SS 

STSSTTf" °/ f T ^ °' ^ ,0rm6d pr0dUCt - ° n *» 0ther hand > b,endi "9 J^SJSSSS 
JSucS ^ y W6 ' 9 * alS ° n0t Pr6ferred b6CaUSe 1,18 ,texibili * of tha e,asto mer composition is 

SE?o " d8Sired ' the ""l**** of the present invention may contain an inorganic filler, a stabilizing agent a lubri- 
cating agent, a coloring agent, silicon oil, a fire retarding material and the like additives. Examp.es of the inSgadcSer 
^n^r^T^ ma9neSiumhydroxk,e - mica ' barium sulfate, silicic acid tJmJSSSSSSS 

SSSSSZ T^ a T S Ot StabiliZin9 a96nt include a hindered P heno1 «>-* antioxktent. a phoXe 
based heat stabler, a h.ndered amrne based light stabilizer, a benzotriazole based UV absorbent and the like Exam 

SS« « U 1 bncat,n 9 a 9 ent inc,ude «*»* acid, a stearic ester, a stearic acid metal salt and Se Tta 
[0051] With regard to the production method of the elastomer composition of the present invention any known con- 
ventional method may be used for the blending of polymer components. In order to obtain m^unfcrm blend^TdSr 
ab^to carry out melt kneading using a mixing roller, a kneader. a Banbury mbcer. an TUl^SL 
knead.ngmach.nes A uniform elastomer composition can be obtained by dry blending these concerns n aSinS 
Sd.ng m,Xer " 8 tUmb,er - 8 nbb0n miX8r ° r the Bke "** machi " e and «™ ^jectinTSe TZ e 

20 Son^f ^ 10 meth0d „ for m °' din9 *» e,astomer composition of the present invention, injection molding 
extrusion mold.ng, compression mold.ng and the like can be applicable, and the inventive elastomer con^on tes a 
characters nature in that it shows excellent moldability at the time of injection molding. WhS^fon^nTis car 
ned out, an .njection-molded product can be obtained within a short period of time by the use of aV^^ 

25 tage in that the spool part and runner part can be recycled 

EJ^^ miec60n t m °! din9 Can 06 suitab| y used as a method f or further molding the thus obtained compo- 

^Tl^JSTSS^ r 9 A h0USin9 00 " -r 01 * 089 ■"*»*• « * obtained withTn^sTrt 

penod of time by .ntroducmg the composrt.on into an injection molding machine equipped with a mold of the housino 
cover of air bag apparatus and then carrying out injection mowing. Also since the eTasK^S^e ^Trt 

K£L '•?. CT , der 10 Lf nSUre me hOUS,n9 cover of air oag apparatus is unfolded and the air bag is instantaneous 
reeased.rt.sdes.rab.etoarrangeatearl^ 

a U shape or the l.ke. by taking into account the position of a passenger, the position of the air bTg^raL to be 
u" T releas ' n9 direcB ° n * 1,18 aJr ^ sha P e of the cover, etc. Also, the tear line can be3e^o a V 
m^f," u the ' ,ke 9r00Ve by redUCin9 tnickness <* •» line *»* Portion to be deaved 

SSon ^° U £! 11 ' S e ^ nom ! ca,, y advantageous to carry out monolayer molding of the air bag cover of the present 

E£ rt ^ be 1,560 as a composite ,ayer "* other p,astic for *• pSS 

forcing * attach* part and .mprovrng ngidrty of the molded product. When a composite cover is molded a double 
^ or an adhesive-a.ded method can be employed, and the elastomer compositi™ oYSi l££t 
S S S6d SU,tably 38 a surface coverin9 material because of »* excellent anti-flaw ability. 
Ih ?i I^ 6 PreS8nt !! V8rrti0n b8 described in detail with reference to the following Examples but the invention 
should not be construed as being limited thereto invention 

beSare T 2 SK? ** °' h th8 Exampl8S and comparative Examples shown 

(1) Hardness: 

[0058] Measured in accordance with JIS K6253, A type, at 23°C. 
so (2) Tensile strength (kgf/cm 2 ): 

£5. MeaSUr6d ' n aCCOfdanCe Wlth J,S K62S1 ■ Na 3 dumbbe »- A P™» sheet of 2 mm In thickness was used as a 
55 (3) Elongation (%): 

SSSL MeaSUred ' n aCCOfdanCe With J,S K6251 ' Na 3 dumbbe »' A P^s sheet of 2 mm in thickness was used as a 
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(4) Resilience (%) 

[0061] Measured in accordance with JIS K6255, Lupke pendulum, at 23°C 
5 (5) Heat sag (mm): 

[0062] A test piece of 1 10 mm in length, 12.5 mm in width and 2 mm in thickness was formed using an injection mold- 
ing machine. The test piece was allowed to stand for 24 hours or more in an atmosphere of 23°C and 50% relative 
humidity. A square iron column of 80 mm in height was placed on a horizontal iron plate, and one side of the test piece 
10 was fixed on the upper surface of the square iron column in such a manner that 80 mm portion of the test piece was 
overhung (the fixed part was horizontally set). The thus prepared sample was allowed to stand for one hour in an oven 
controlled at 1 10°C in advance and then took out. The height between the tip part of the sample opposite to the fixed 
part and the horizontal iron plate was measured before and after its treatment in the oven, and the difference was 
shown as the result. 

15 

(6) Melt flow rate (MFR) (g/1 0 minutes): 

[0063] Measured in accordance with ASTM D1238, at 230°C under a load of 2.16 kg. 
20 (7) Raw resistance and gloss retention (%): 

[0064] A plate having smooth surface was formed by injection molding. The plate was horizontally arranged, and a 
cotton cloth to which a load of 40 g/cm 2 was applied was put on the plate and reciprocated 200 times. The degree of 
gloss of the rubbed surface was measured in accordance with the procedure of JIS K7105 (E1), and the gloss retention, 
25 (E1/E0) x 100 (%), from the degree of gloss before the rubbing (E0) was calculated. 

(8) De-embossing test: 

[0065] A plate having a surface emboss (satin finished surface, about 20 um in edging depth) was formed by injection 
30 molding. The plate was allowed to stand for 168 hours in an oven of 100°C. After putting out from the oven, conditions 
of its surface were observed with the naked eye, and the result was marked with "o" when no changes were found, "a" 
when a slight gloss was found, or M X" when gloss was found. 

(9) Moldability: 

35 

[0066] An air bag apparatus-housing cover for driver's seat use. having a thickness of 4 mm, a breaking-planed part 
(tear line) thickness of 0.5 mm and a hinge part thickness of 2.5 mm, was formed using an injection molding machine 
under the following conditions. Flow mark, gloss and the like appearances of the thus formed body were observed with 
the naked eye. and the result was marked with "o" when good, "a" when slightly bad. or "X" when bad. 

40 

Cylinder temperature: 

C1:200°C 
C2: 210°C 
45 C3: 210°C 

Nozzle temperature: 200°C 
Injection speed: low speed 
Mold temperature: 40°C 

50 

(10) Unfolding performance of housing cover: 

[0067] An air bag apparatus was assembled by attaching an air bag and a housing cover to an adapter (retainer) 
made of iron and further attaching a gas generator thereto. Next, the thus assembled air bag apparatus was put into an 
55 oven controlled at an unfolding temperature (-40°C, 23°C or 90°C), allowed, after the inner temperature became stable, 
to stand for 1 hour, put out from the oven, attached to a stand and then energized to unfold it (energized within 1 minute 
after putting out it from the oven). The unfolding was judged good when the housing cover was broken at the breaking- 
planned part without generating broken-fragments and the air bag was unfolded smoothly. 
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Ea ch o, ttte com*™"* ueoo » - — - — " " " " - " 



CaoapoDfint (a-D 



I0 069, A hydrogenated btock copolymer of a ^^Z^S^^ ^J5££^*"* 
SSr average ^-.ar^ 



to JP-A-60-220147 
p.r>mpnnfint (a-1)-2 



J5 



numtte, avenge rmleoular vreigm ot ™00ft M0»w*r ««gm ° ^^^to, of 36% by weisht anO a 



JP-A-60-220147. 
20 P-nmponent (a-1)-3 



mdeo.Br weight of 290.000. a moteo*^ ^ ~^^^^ 0 ,94%l»«oloW»«^a3.«» f «l<«»'• 



Gompopsni te=lH 



30 



35 



40 



45 



I0 072, A hydrogenated block copolymer o, a ^ a^i^coCmJ^ 
SaTeSge^olecular weight of 210 000 of 3*6% by weigh, and a 



JP-A-60-220147. 
Hnm poner rt (a-1V5 



number average molecular tMtfl of rr»wy prior to Ore hyOrogenation ot 36% by weight end . 



JP-A-60-220147. 
r nmpnnent (a-2M 



COO*, * byOmoepefeO « -gs 

number average molecular weight of 90^00 j »J£^" ™° ior to hydrogenation of 38% by we.ght and a 



so JP-A-60-220147. 



WMW'^'" v " * R A R A a 

[0O75I «ss-VJS£SS!-SS^ 

number aye«c»molec4*a.w^c< 
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Component (a-2)-3 

[0076] A hydrogenated block copolymer of a styrene/isoprene block copolymer having a structure of A-B-A, a number 
average molecular weight of 55,000, a molecular weight distribution of 1 .1 . a bonded styrene content of 25% by weight, 
s a 1 ,4-bond content in the polyisoprene moiety prior to the hydrogenation of 94% by weight, a 3,4-bond content in the 
polyisoprene moiety prior to the hydrogenation of 6% by weight and a hydrogenation ratio in the polyisoprene moiety of 
99% was synthesized in accordance with the method described in JP-A-60-220147. 

Component (a-2)-4 

10 

[0077] A hydrogenated block copolymer of a styrene/butadiene block copolymer having a structure of A-B-A, a 
number average molecular weight of 25,000, a molecular weight distribution of 1.14, a bonded styrene content of 21% 
by weight, a 1,2-vinyl bond content in the polybutadiene moiety prior to the hydrogenation of 38% by weight and a 
hydrogenation ratio in the polybutadiene moiety of 99% was synthesized in accordance with the method described in 
15 JP-A-60-220147. 

Component (a-2)-5 

[0078] A hydrogenated block copolymer of a styrene/butadiene block copolymer having a structure of B-A-B-A, a 
20 number average molecular weight of 70,000. a molecular weight distribution of 1 .1 . a bonded styrene content of 55% 
by weight, a 1 ,2-vinyl bond content in the polybutadiene moiety prior to the hydrogenation of 36% by weight and a 
hydrogenation ratio in the polybutadiene moiety of 99% was synthesized in accordance with the method described in 
JP-A-60-220147. 

25 Preparation of solid catalyst: 

[0079] A mixture consisting of 49.5 g of anhydrous MgCI 2 and anhydrous ethanol, 100 ml of vaseline oil and 100 ml 
of silicon oil was stirred at 1 20°C in an atmosphere of nitrogen until MgCI 2 was completely dissolved. Next, the thus pre- 
pared mixture was transferred into a 1,500 ml capacity autoclave charged in advance with 150 ml of vaseJine oil and 

30 1 50 ml of silicon oil and then stirred at 3,000 rpm for 3 minutes at 1 20°C. This mixture was added to 1 ,000 ml of cooled 
n-heptane which was stirred, thereby effecting precipitation of MgCI 2 •3EtOH in the form of spherical solid (average 
particle size, 30 to 150 urn). Thereafter, the thus obtained solid was dried while increasing the temperature from 50°C 
to 100°C, thereby adjusting the EtOH/MgCI 2 molar ratio to 1 .27. The thus obtained solid was found to have a porosity 
of 0. 1 39 cc/g. a surface area of 9. 1 rr^/g and a bulk density of 0.564 g/cc. 

35 [0080] A 25 g portion of this solid (carrier) was added to an autoclave equipped with a stirrer, which has been charged 
with 625 cc of TiCI 4 in advance, at 0°C in an atmosphere of nitrogen. The autoclave was heated to 100°C spending 1 
hour. When the temperature became 40°C during the temperature rising, diisobutyl phthalate was added at a molar 
ratio of 1/8 based on magnesium. After 2 hours of stirring at 1 00°C, the mixture was allowed to stand at the same tem- 
perature to effect precipitation of the solid. The supernatant fluid was removed by sucking it with a siphon. A 550 ml por- 

40 tion of TiCI 4 was again added, and the mixture was stirred at 120°C for 1 hour and then allowed to stand. After removing 
the supernatant fluid by sucking it with a siphon, the remaining solid was washed with 200 ml of anhydrous hexane six 
times at 60°C and three times at room temperature. This was dried under vacuum and used as a catalyst for the polym- 
erization of compound (b). 

[0081] Component (b)-1 and component (b)-2 were polymerized in the following manner. The polymerization was 
45 continuously carried out in a series of reaction vessels equipped with an apparatus which transferred the reaction mix- 
tures from one reaction vessel to other reaction vessel in succession. At 20°C, a 22-liter capacity autoclave equipped 
with an agitator was charged with 16 liters of liquid propylene and a polymerization catalyst (AI/CMMS molar ratio, 7.5) 
composed of a mixture of 75 ml hexane solution of about 0.15 g of the aforementioned solid catalyst and 10% triethyl- 
aluminum with cyclohexytmethyldimethoxysilane (CMMS) ( and a polymerization was carried out for 24 minutes at 20°C. 
50 The thus obtained prepolymer was transferred to the first reaction vessel in a gas phase where homopolymerization of 
propylene was carried out The thus obtained polymer was then transferred to the second reaction vessel to carry out 
copolymerization of ethylene and propylene. Polymerization conditions in the first and second reaction vessels and 
properties of the thus obtained final products are shown in Table 1 . 

55 
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Table 1 





Component (b)-1 


Component (b)-2 


First reaction vessel 






Temperature (°C) 


70 


70 


Pressure (atm) 


30 


30 


Polymerization time (minute) 


30 


30 


Hydrogen in the gas phase (mol %) 


6 


2 


Isotactic index (% by weight) 


95.5 


95.4 


Second reaction vessel 






Temperature (°C) 


50 


50 


Pressure (atm) 


14 


14 


Time (minute) 


250 


250 


Hydrogen in the gas phase (mol%) 


7 


4 


Ethylene in the gas phase (mol%) 


19.5 


23.5 


Final product 






Yield (kg polymer/g catalyst) 


7.5 


8.3 


Ethylene content (% by weight) 


22.5 


30.1 


Homopolypropylene content (% by weight) 


43.0 


28.5 


Melting point (°C) 


164 


163 


Bending modulus (MPa) 


103 


83 


Shore D hardness 


43 


40 


MFR(g/10 minutes) 


32 


12 


Average dispersed particle size of rubber (um) 


0.4 


0.5 



Component (b)-3 

[0082] Catalloy Adf lex KS-084P manufactured by Montell (MFR, 30 g/1 0 minutes; bending modulus. 1 08 MPa; Shore 
40 D hardness, 44; average dispersed particle size of rubber, 0.4 urn). 

Component (b)-4 

[0083J Catalloy Adf lex KS-359P manufactured by Montell (MFR, 12 g/1 0 minutes; bending modulus, 83 MPa; Shore 
45 D hardness, 41 ; average dispersed particle size of rubber, 0.6 pan). 

Component fW-5 

[0084] Catalloy Adf lex KS-221 P manufactured by Montell (MFR, 2.5 g/10 minutes; bending modulus, 350 MPa; Shore 
so D hardness, 53; average dispersed particle size of rubber, 0.5 jim). 

Component (c) 

[0085] Diana Process Oil PW-380, a paraffin oil manufactured by Idemitsu (dynamic viscosity, 380 cSt). 

55 

Component (d)-1 

[0086] Show Aromer MK51 1 (block type polypropylene) manufactured by JPO (MFR, 15 g/10 minutes; bending mod- 
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ulus, 1400 MPa). 
Component (d)-2 

[0087] Show Aromer M1700 (homopolypropylene) manufactured by JPO (MFR, 31 g/10 minutes; bending modulus, 
1450 MPa). 

EXAMPLES 1 TO 4 

[0088] Using (a-2)-1 or (a-1)-4 as a hydrogenated block copolymer, (b)-1 as a polypropylene mixture and (c) as a 
hydrocarbon oil, these compounds in respective amounts shown in Table 2 were blended using Henschel mixer and 
then melt-kneaded at 220°C using an equi-directional twin screw extruder of 45 mm in diameter to obtain pellets of 
respective elastomer compositions. The results of the examination of their physical properties and moldability are 
shown in Table 2. 

COMPARATIVE EXAMPLES 1 TO 4 

[0089] Using (a-2)-1 or (a-1)-4 as a hydrogenated block copolymer, (b)-1 or, for comparison, an extrusion blend type 
JPO (PP/EPDM Wend) Santoprene 203-40 (bending modulus, 80 MPa; Shore D hardness, 40; MFR, 8 g/10 minutes; 
dispersed particle size of rubber, 9 jim) as a polypropylene mixture, and (c) as a hydrocarbon oil. these compounds in 
respective amounts shown in Table 3 were melt-kneaded and evaluated in the same manner as described in Examples 
1 to 4. The results are shown in Table 3. It is evident from these results that each composition outside the range of the 
present invention is poor in some of the physical properties. 



Table 2 





Example 1 


Example 2 


Example 3 


Example 4 


Composition, parts by weight 










Component (a) 


(a-2)-1 


(a-2)-1 


(a-U-4 


(a-1)-4 


Hydrogenated block copolymer 


100 


100 


100 


100 


Component (b) 


(b)-1 


(b)-1 


(b)-1 


(b)-1 


Propylene mixture 


100 


50 


100 


50 


Component (c) 


(c) 


(c) 


(c) 


(c) 


Hydrocarbon oil 






100 


50 


Physical properties 










MFR (g/10 minutes) 


10 


8 


15 


3 j 


Hardness (J IS A) 


88 


87 


42 


55 


Tensile strength (kgf/cm 2 ) 


180 


200 


100 


170 


Elongation (%) 


670 


660 


950 


880 


Resilience (%) 


50 


55 


58 


59 


Raw resistance Gloss retention (%) 


93 


96 


82 j 


86 


Moldability 


O 


O 


0 


O 
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Table 3 





Comp. Ex. 1 


Comp. Ex. 2 


Comp. Ex. 3 


Comp. Ex. 4 


Composition, parts by weight 










Component (a) 


(a-2)-l 


(a-2)-1 


(a-1)-4 


(a-1)-4 


Hydrogenated block copolymer 


100 


100 


100 


100 


Component (b) 


(b)-1 


(b)-1 


Santoprene 203-40 


(b)-1 


Propylene mixture 


- 


950 


100 


100 


Component (c) 


(c) 


(c) 


(c) 


! (c) 


Hydrocarbon oil 


- 


- 


- 


330 


Physical properties 










MFR (g/10 minutes) 


1.0 


25 


2 


35 


Hardness (J IS A) 


70 


97 


' 84 


40 


Tensile strength (kgf/cm 2 ) 


200 


160 


100 


60 


Elongation (%) 


650 


670 


530 


900 


Resilience (%) 


65 


25 


35 


56 


Flaw resistance Gloss retention (%) 


73 


70 


45 


25 


Moldability 


X 


0 


A 


o 
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[0090] Using (a-1 )-4 and (a-2)-2 as hydrogenated block copolymers, (b)-1 and (b)-3 as polypropylene mixtures, (c) as 
a hydrocarbon oil and (d)-1 as an olefin resin, these compounds in respective amounts shown in Tables 4 and 5 were 
blended using Henschel mixer and then melt-kneaded at 220°C using an equi-directional twin screw extruder of 45 mm 
in diameter to obtain pellets of respective elastomer compositions. Next, these pellets of elastomer compositions were 
subjected to injection molding to obtain a plurality of air bag apparatus-housing covers for driver's seat use. These prod- 
ucts were evaluated by the aforementioned test methods, with the results shown in Tables 4 and 5. As is evident from 
these results, the elastomer of the present invention is excellent in flaw resistance, strength and heat resistance, good 
in melt characteristics and excellent in injection moldability too. Also, its unfolding performance was good at all of the 
test temperatures -40°C, 23°C and 90°C. 

[0091 ] Shapes of the housing covers of Examples 5 to 1 2 are described below with reference to Rgs. 1 to 4. As shown 
in Fig. 1 , the housing cover 1 has a flange 5 having a bolt hole 9 to be attached to a retainer (not shown), and is formed 
in the form of a box having a space 8 such that one side of the box can be opened and an air bag can be contained 
therein. A breakable portion 3 having a fragile structure is arranged on a top plate 2 in an H shape as shown by a dotted 
line in Fig. 1, and two hinge parts 4 are arranged on the top plate 2 as shown by one-dot-and-dash line in Fig. 1. 
[0092] The breakable portion 3 is formed by a groove 6 having a V-like sectional shape on the back side of the top 
plate 2 as shown in Figs. 2 and 3, and the hinge parts 4 are formed by a groove 7 having a U-like sectional shape on 
the back side of the top plate 2 as shown in Rgs. 2 and 4. When an air bag (not shown) is inflated, the housing cover 1 
breaks at the breakable portion 3 and two doors 2a and 2b are opened using the hinge parts 4 as the axis to release 
the air bag. 

[0093] With regard to the size of the breakable portion 3, the parts corresponding to the two bars of the letter "H" are 
120 mm and the part corresponding to the crossbar is 150 mm, and the breakable portion has a thickness of 0.5 mm, 
the hinge parts have a thickness of 2.5 mm and other portions have a thickness of 5 mm. 
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Table 4 





example o 


example o 


Pvarmlo 7 




Composition, parts by weight 










Component (a- 1 ) 


(a-i)-4 


(a-i)-4 


(a-i;-4 


va- 1 


Hydrogenated block copolymer 


40 


40 




60 


Component (a-2) 


(a-2)-2 


(a-2) -2 


(a-2)-2 


(a-2)-2 


Hydrogenated block copolymer 


60 


60 


on 
80 


Aft 


Component (b) 


(b)-1 


(b)-1 


(b)-i 


(D)-1 


Propylene mixture 


60 


60 


en . 
OU 


cn 
DO 


Component (c) 


(c) 


(c) 


(c) 


(c) 


Hydrocarbon oil 


40 


25 


Aft 

40 


An 
40 


Component (d) 


(d)-1 


(d)-1 


(d)-i 


(d)-i 


Polyolef in resin 


85 


95 


QC 

oo 


0C 


Physical properties 










MFR (g/10 minutes) 


6.5 


O.O 


y.o 


o.O 


■ ■ _ - -t g HO A \ 

Hardness (J IS A) 


92 


yo 


yo 




Tensile strength (kgf/cm 2 ) 


100 


1 10 


85 


150 


Elongation (%) 


760 


770 


600 


800 


neat sag 




12 


20 


10 


Flaw resistance Gloss retention (%) 


84 


93 


88 


93 


De-embossing test 


o 


0 


o 


0 


Moldability 


o 


o 


o 


0 


Unfolding performance of cover 










-40°C 


good 


good 


good 


good 


23°C 


good 


good 


good 


good 


90°C ! 


good 


good 


good 


good 
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35 



40 



45 




RFFFRENCF F**MPI ES 1 TO 4 

[0 094] Using (a-l)-4 and (a-2,-2 as nydrogen^ 

K5 ol/and 9 (d)-1 as a f^^J^ 6. « is evident from the, e 

ated in the same manner in unfolding performance when made into air bag- 

results that the compositions having the range ot iaoie o a *~ 
housing covers. 



50 



55 
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Table 6 





Ref. Ex. 1 


Ref. Ex. 2 


Ref. Ex. 3 


Ref. Ex. 4 


Composition, parts by weight 










Component (a-1) 


(a-1)-4 


(a-1)-4 


(a-1M 


(a-1)-4 


Hydrogenated block copolymer 


75 


5 


40 


40 


Component (a-2) 


(a-2)-2 


(a-2)-2 


(a-2)-2 


(a-2)-2 


Hydrogenated block copolymer 


25 


95 


60 


60 


Component (b) 


(b)-1 


(b)-1 


(b)-1 


(b)-1 | 


Propylene mixture 


60 


60 


60 


60 


Component (c) 


(c) 


(c) 


(c) 


(c) 


Hydrocarbon oil 


40 


40 


40 


120 


Component (d) 


(d)-1 


(d)-1 


«*)-1 


(dH 


Polyolefin resin 


85 


85 


85 


85 


Physical properties 










MFR (g/10 minutes) 


1.5 


15.0 


13.0 


25 


Hardness (J IS A) 


93 


93 


93 


65 


Tensile strength (kgf/cm 2 ) 


120 


75 


125 


85 


Elongation (%) 


800 


770 


760 


950 


Heat sag 


8 


30 


15 


29 j 


Flaw resistance Gloss retention (%) 


90 


88 


90 


80 


De-embossing test 


o 


0 


0 


o 


Moldability 


o 


o 


o 


o 


Unfolding performance of cover 










-40°C 


bad 


good 


bad 


good 


23°C 


good 


good 


good 


good 


90°C 


good 


bad 


good 


bad 



40 

EXAMPLES 13 TO 19 

[0095] Using (a-1)-1, (a-1)-2, (a-1)-3, (a-1)-4, (a-2)-1, (a-2)-2 and (a-2)-3 as hydrogenated block copolymers, (b)-2, 
(b)-3 and (b)-4 as polypropylene mixtures, (c) as a hydrocarbon oil and (d)-1 and (d)-2 as olefin resins, these com- 
45 pounds in respective amounts shown in Tables 7 and 8 were kneaded and evaluated in the same manner as described 
in Examples 5 to 12. The results are shown in Tables 7 and 8. As is evident from these results, the elastomer of the 
present invention is excellent in flaw resistance, strength and heat resistance, good in melt characteristics and excellent 
in injection moldability too. Also, its unfolding performance was good at all of the test temperatures -40°C, 23°C and 
90°C. 

50 



55 
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Table 7 





Example 13 


Example 14 


Example 15 


Example 16 


Composition, parts by weight 










Component (a-1) 


(a-1)-2 


(a-1)-3 


(a-1)-4 


(a-1)-1 


Hydrogenated block copolymer 


40 


40 


40 


40 


Component (a-2) 


(a-2)-2 


(a-2)-3 


(a-2)-1 


(a-2)-1 


Hydrogenated block copolymer 


60 


60 


60 


60 


Component (b) 


(b)-3 


(b)-3 


(b)-3 


(b)-2 


Propylene mixture 


60 


60 


60 


60 


Component (c) 


(c) 


(c) 


(c) 


(c) 


Hydrocarbon oil 


40 


40 


40 


40 


Component (d) 


(d)-1 


(d)-1 


(d)-1 




Polyolefin resin 


85 


85 


85 


85 


Physical properties 










MFR(g/10 minutes) 


6.0 


4.5 


8.5 


3.5 


Hardness (J IS A) 


93 


91 


94 


87 


Tensile strength (kgf/cm 2 ) 


110 


95 


100 


120 


Elongation (%) 


730 


770 


720 


800 


Heat sag 


15 


20 


15 


20 


Raw resistance Gloss retention (%) 


77 i 


83 


88 


90 


De-embossing test 


o 


o 


o 


o 


Mold ability 


o 


0 


o 


o 


Unfolding performance of cover 










-40°C 


good 


good 


good 


good 


23°C 


good 


good 


good 


good 


90°C 


good 


good 


good 


good 
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Table 8 





Example 17 


Example 18 


Example 19 


Composition, parts by weight 








Component (a-1) 


(a-1)-1 


(a-1)-2 


(a-1)-2 


Hydrogenated block copolymer 


40 


40 


40 


Component (a-2) 


(a-2)-1 


(a-2)-2 


(a-2)-2 


Hydrogenated block copolymer 


60 


60 


60 


Component (b) 


(b)-3 


(b)-2 


(b)-4 


Propylene mixture 


60 


60 


60 


Component (c) 


(c) 


(c) 


(c) 


Hydrocarbon oil 


40 


40 


40 


Component (d) 


(d)-2 


(d)-2 


(d)-2 


Polyolefin resin 


85 


70 


70 


Physical properties 








MFR (g/10 minutes) 


8.5 


6.0 


6.5 


Hardness (J IS A) 


96 


85 


86 


Tensile strength (kgf/cm 2 ) 


120 


115 


113 


Elongation (%) 


730 


770 


770 


Heat sag 


11 


14 


15 


Flaw resistance Gloss retention (%) 


89 


79 


78 


De-embossing test 


0 


o 


o 


Moldability 


o 


o 


o 


Unfolding performance of cover 








-40°C 


good 


good 


good 


23°C 


good 


good 


good 


90°C 


good 


good 


good 



COMPARATIVE EXAMPLES 5 TO 10 

[0096] Using (a-1)-1 . (a-1)-5, (a-2)-1 , (a-2)-4 and (a-2)-5 as hydrogenated block copolymers. (b)-1 and (b)-4 as poly- 
propylene mixtures, (c) as a hydrocarbon oil and (d)-1 as an olefin resin in respective amounts shown in Tables 9 and 
45 10. they were kneaded and evaluated in the same manner as described in Examples 5 to 1 2. As shown in Tables 9 and 
10. compounds outside the range of the present invention are poor in certain physical properties or unfolding perform- 
ance. 
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Table 9 



^^monQitinn oarts by weight 
Component (a-1) 

Hydrogenated block copolymer _ 


Comp. Ex. 5 

(a-1)-1 
40 


Comp. Ex. 6 

(a-D-1 
40 


Comp. Ex. 7 

(a-1)-5 
40 


Component (a-2) 
Hydrogenated block copolymer 


(a-2)-1 
60 


(a-2)-1 | 
60 I 


(a-2)-1 
60 


Component (b) 

Propylene mixture 


(b)-1 


(b)-1 J 
60 I 


(b)-1 
60 


Component (c) 

Hydrocarbon oil 


W 
40 


(c) 

40 J 


(c) 
40 


Component (d) 

Polyolefin resin 

Physical properties 

MFR(q/10 minutes) 
Hardness (JIS A) 

Tensile strength (Kgt/cm 2 ) 

Elongation (%) ^ 


(dH 
85 

r 0.8 
91 
110 
770 


(dpi 
170 

14.0 
98 
160 
550 


(dp 
85 

r 1,5 
I "95 

I 130 

T 650 


Heat sag 

" Flaw resistance Gloss retention TO 
De-embossing test 

Moldabilrty 

Unfolding performance of cover 
-40°C 
23°C 
90°C 


9 
70 

X 

good 
good 
good 


5 
65 

0 
0 

bad 
good 
good 


| 8 

r 67 
I ° 
I x 

"I bad 
I good 
j Qood 
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Table 10 





Comp. Ex. 8 


L/Omp. ex. y 


v_Ajrnp. ex. iu 


Composition, parts by weight 








Component (a-1) 


(a-1)-1 


(a-l)-i 


(a-i)-4 


Hydrogenated block copolymer 


40 


40 


40 


Component (a-2) 


(a-2) -4 


(a-2)-5 


(a-2)-2 


Hydrogenated block copolymer 


60 


60 


60 


Component (b) 


(b)-1 


(b)-1 


(b)-4 


Propylene mixture 


60 


60 


60 


Component (c) 


(c) 


(c) 


(c) 


Hydrocarbon oil 


40 


40 


40 


Component (d) 


(d)-1 


(d)-1 


(d)-l 


Polyolefin resin 


85 


85 


ee 
85 


Physical properties 








MFR(g/10 minutes) 


18.0 


5.5 


1.5 


Hardness (J IS A) 


92 


95 


93 


Tensile strength (kgf/cm^ 


60 


125 


110 


Elongation (%) 


550 


700 


740 


Heat sag 


en 
OU 


m 
i \j 


13 


Flaw resistance Gloss retention (%) 


55 


70 


73 


De-embossing test 


X 


o 


o 


Moldabilrty 


o 


X 


X 


Unfolding performance of cover 








-40°C 


bad 


bad 


good 


23°C 


good 


good 


good 


90°C 


bad 


good 


good 



40 

[0097] Since the elastomer composition obtained by the present invention has excellent flaw resistance, strength, 
heat resistance, flexibility and moldabilrty, it can be used suitably in the field of automobile parts, domestic electrical 
components, toys, sundry goods and the like, particularly, because of its excellent flaw resistance, it can be applied suit- 
ably to interior panel, arm rest, handle, horn pad and the like automobile interior parts and weatherstrip, bumper and 

45 the like automobile exterior parts, which require good product appearance. Also, the air bag apparatus-housing cover 
obtained from the elastomer composition of the present invention can provide excellent air bag-unfolding performance 
within a broad temperature range of from -40°C to 90°C without generating cracking except for its breaking part or caus- 
ing scattering of the cover. In addition, since it shows excellent flaw resistance on the surface of molded products and 
has excellent mofdability, generally required painting process can be omitted so that high productivity and low cost can 

so be realized. 

[0098] While the invention has been described in detail and with reference to specific examples thereof, it will be 
apparent to one skilled in the art that various changes and modifications can be made therein without departing from 
the spirit and scope thereof. 

55 Claims 

1 . An elastomer composition which comprises: 
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(a) 1 00 parts by weight of a hydrogenated block copolymer prepared by hydrogenating a block copolymer that 
comprises: 

a polymer block A mainly comprising at least one vinyl aromatic compound; and 
a polymer block B mainly comprising at least one conjugate diene. 

and has a number average molecular weight of from 30,000 to 400.000 and a content of the polymer block A 
of from 10 to 50% by weight based on the weight of said block copolymer; 

(b) 5 to 900 parts by weight of a polypropylene mixture comprising: 

(b-1) 10 to 60% by weight of a polypropylene polymer having a propylene content of 85% by weight or 

™2) 40to 90% by weight of an ethylene-propylene copolymer rubber having a propylene content of 75% 
by weight or more, 

wherein the ethylene-propylene copolymer rubber in said mixture has an average dispersed particle size of not 
morgan 2 ^andl^mixture has a bending modulus of from 20 to 700 Mpa, a Shore D hardness of from 
20 to 60 and a melt flow rate of from 1 0 to 60 g/1 0 minutes; and 

(c) 0 to 200 parts by weight of a hydrocarbon oil. 

An elastomer composition which comprises: 

(a) 100 parts by weight of a mixture of the following hydrogenated block copolymers (a-1) and (a-2): 

(a-1) 10 to 70 parts by weight of a hydrogenated block copolymer prepared by hydrogenating a block 
copolymer that comprises: 

a polymer block A* mainly comprising at least two vinyl aromatic compounds; and 
a oolvmer block B mainly comprising at least one conjugate diene, 

block A' of from 15 to 50% by weight based on the weight of the copolymer; and 

(a-2) 30 to 90 parts by weight of a hydrogenated block copolymer prepared by hydrogenating a block 
copolymer that comprises: 

a polymer block A mainly comprising at least one vinyl aromatic compound; and 
a oolvmer block B mainly comprising at least one conjugate diene, 

Irites a nuSoer average molecular weight of from 30.000 to 1 40,000 and a content of the polymer 
block A of from 10 to 50% by weight based on the weight of the copolymer; 

(b) 5 to 900 parts by weight of a polypropylene mixture comprising: 

(b-1) 10 to 60% by weight of a polypropylene polymer having a propylene content of 85% by weight or 

40to 9°% bv wel 9 nt 01 an ethylene-propylene copolymer rubber having a propylene content of 75% 
by weight or more, 

wherein 70% by weight or more of the ethylene-propylene copolymer rubber in said mixture has ; an average 
Cers^^rticle size of 2 ^m or less and said mixture has a bending modulus of from 20 to 700 Mpa. a Shore 
D hardness of from 20 to 60 and a melt flow rate of from 10 to 60 g/10 minutes; 

(c) 0 to 200 parts by weight of a hydrocarbon oil; and 

Id) 20 to 150 parts by weight of a polyolefin resin having a meltflow rate of from 5 to 100 g/10 minutes. 

The elastomer composition according to claim 1 or 2. wherein the polypropylene composition (b) has a melt flow 
rate of from 12 to 60 g/10 minutes. 

The elastomer composition according to claim 1 or 2. wherein the polypropylene composition (b) is a mixture pre- 
pared by a successive polymerization having at least two steps which comprise: 
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a first step of preparing a propylene homopolymer, a propytene-a-olef in copolymer having a propylene content 
of not less than 85% by weight, or an ethylene-propylene copolymer having a propylene content of not less 
than 85% by weight; and 

a second step of preparing an ethylene-propylene or ethylene-propylene-a-olef in copolymer optionally contain- 
5 ing a small amount of diene. 

5. The elastomer composition according to claim 1 or 2, wherein the vinyl aromatic compound is styrene and the con- 
jugate diene compound is butadiene, isoprene or a combination thereof. 

10 6. The elastomer composition according to claim 1 or 2, wherein the hydrocarbon oil is a non-aromatic mineral oil. 

7. The elastomer composition according to claim 1 or 2, wherein the amount of the hydrocarbon oil is 10 to 100 parts 
by weight. 

15 8. The elastomer composition according to claim 2, wherein the polyolef in resin comprises at least one of a propylene 
homopolymer and a copolymer of propylene with an a-olef in having from 2 to 8 carbon atoms. 

9. A housing cover of air bag apparatus, which comprises the elastomer composition of any of the claims 1 to 8. 
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